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FLOW-SENSING DEVICE AND METHOD FOR FABRICATION 

FIELD OF THE INVENTION 
The present invention relates to a flow-sensing 
device and method for fabrication and more particularly, 
relates to a flow-sensing device that utilizes non-platinum 
materials for the sensing elements which can be fabricated by 
a thick film printing process and a method for such 
fabrication . 

BACKGROUND OF THE INVENTION 
In the design and operation of internal combustion 
engines, the minimization of exhaust emissions and the 
improvement in fuel efficiency are two important aspects that 
must be fulfilled. These aspects can be accomplished, 
partially, by maintaining an optimum air-to-fuel ratio during 
the internal combustion process. The optimization of the air- 
to-fuel ratio in turn requires accurate measurements of an 
airflow rate into the internal combustion engine. 
Conventionally, the measurements are accomplished by using a 
mass airflow sensor (MAFS) . 

A mass airflow sensor is typically constructed of 
temperature sensing elements mounted in a rigid housing to 
form a part of the airflow chamber between an engine air 
filter and the manifold. The temperature sensing elements 
which are the heart of the sensor are generally housed in a 
smaller plastic compartment located on top of the rigid 
housing formed of either metal or plastic. The sensing 
elements consist of two elements suspended within the housing 
such that they are exposed to an airflow through the mass 
airflow sensor. The material and process for forming the 
sensing elements are therefore critical in the proper design 
and operation of the mass airflow sensor circuitry. 
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The design and fabrication of the sensing elements 
are important factors in achieving mass airflow sensors that 
are capable of accurate measurements. For instance, the 
sensing elements must typically have not only a high 
5 temperature coefficient of resistance (TCR) , but also a 
consistent TCR value among the sensing elements fabricated so 
that they can be paired together. To achieve such 

consistency, deviations in resistance ratios of the sensing 
elements at selected ambient temperatures must be minimized. 

10 It has been found that in order to properly minimize the 
resistance ratio deviations, it is desirable to have sensing 
elements that have resistance values between 19.5 and 20.5 
ohms at room temperature, and a difference between the 
resistances of the elements that are paired together to be 

15 less than 0.1 ohm. 

U.S. Patent No. 5,508,491, assigned to the common 
assignee of the present invention, discloses an electronic 
mass airflow sensor circuit and a method for manufacturing in 

20 which the use of a thick film resistor in an analog 
conditioning circuitry, rather than as the sensing elements, 
is disclosed. The circuit utilizes a thick film resistor 
electrically connected to a secondary sensor element to form a 
combination element such that resistance ratio of the primary 

25 sensor element to the combination element remains constant 
over varying temperatures . 

U.S. Patent No. 4,735,086, assigned to the common 
assignee of the present invention, discloses a mass airflow 

30 meter that has a first electrically heated resistive film and 
a temperature dependent resistive film sandwiched between 
plastic layers and positioned within an air duct. 
Symmetrically positioned around the first resistive film are a 
pair of electrically heated resistive films and associated 

35 temperature sensors, also encapsulated within plastic layers. 
Electronic circuit is used to apply electric power to the 
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resistive films for maintaining each of them at a 
predetermined temperature above ambient air temperature 
regardless of airflow. 



5 U.S. Patent No. 5,251,481 discloses a method for 

protecting a temperature dependent resistor layer from dust by 
using a special two-layer coating and by placing the resistor 
pattern recessed from the leading edge where deposits most 
frequently occur. A material for the temperature dependent 
10 resistor layer in the surface resistor of a thin film 
sputtered platinum applied to a large area and then laser 
trimmed to shape is disclosed. 



U.S. Patent No. 5,351,536 discloses a finger-type 
15 design in which the sensing elements and the conditioning 
circuitry are placed on the same substrate which is of an 
irregular, elongated shape so that the temperature sensing 
element projects into the air stream and the conditioning 
circuit remains protected from the air stream. While it is 
20 mentioned that the resistors can be fabricated by either a 
thick film or a thin film technique, no processing or design 
details were disclosed. 

In order to fabricate sensing elements that have 
25 consistent resistance values, the elements should be 
fabricated in the same process so that variances caused by 
changing processing parameters can be eliminated. 
Furthermore, to lower the cost of fabrication for the sensing 
elements, alternative non-platinum materials that have similar 
30 TCR values as platinum are also desirable. 



It is therefore an object of the present invention 
to provide a gaseous flow sensor that does not have the 
drawbacks or shortcomings of the conventional gaseous flow 
35 sensors that utilize platinum sensing elements. 
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It is another object of the present invention to 
provide a gaseous flow sensor that contains sensing elements 
fabricated of a material that has a consistent temperature 
coefficient of resistance value. 

5 

It is a further object of the present invention to 
provide a gaseous flow sensor that contains sensing elements 
that are fabricated of a low cost, non-platinum material. 

10 It is another further object of the present 

invention to provide a gaseous flow sensor that utilizes 
sensing elements that are fabricated of a ruthenate-based 
material by a thick film printing process . 

15 

SUMMARY OF THE INVENTION 
In accordance with the present invention, a gaseous 
flow sensor and a method for fabricating such sensor are 
provided . 

20 

In a preferred embodiment, a gaseous flow sensor is 
provided which includes a substrate that is formed of an 
electrically insulating material; a reference resistor formed 
on the substrate and disposed in the gaseous flow without 

25 heating at an ambient temperature; a flow-sensing resistor 
formed on the substrate and disposed in the gaseous flow 
heated to a temperature higher than the ambient temperature, 
wherein the reference resistor and the flow-sensing resistor 
are formed of a non-platinum resistive material; and an 

30 electrical circuit in electrical communication with the 
reference resistor and the flow-sensing resistor. 
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In the gaseous flow sensor, the non-platinum 
resistive material includes an oxide composition of Pb, Ru, Si 
and Bi . The reference resistor has an electrical resistance 
that is at least 15 times the electrical resistance of the 
5 flow-sensing resistor. The reference resistor and the flow- 
sensing resistor each has a thickness between about 2 /urn and 
about 30 jum, and preferably a thickness between about 5 ,um and 
about 20 /urn. The reference resistor may be formed in a 
serpentine configuration, or formed in a serpentine 

10 configuration that has vertical portions connected by 
horizontal portions with an aspect ratio of length/width of 
the resistor being at least 2 . The electrical circuit 
maintains a target temperature differential between the 
reference resistor and the flow-sensing resistor by 

15 controlling the magnitude of an electrical current flowing to 
the flow-sensing resistor. The reference resistor may also be 
formed in a spiral configuration. 

The present invention is further directed to a 
20 gaseous flow sensor that includes a substrate that is formed 
of an electrically insulating material; a reference resistor 
that is formed on the substrate and disposed in the gaseous 
flow without heating at an ambient temperature; a flow-sensing 
resistor formed on the substrate and disposed in the gaseous 
25 flow heated to a temperature higher than the ambient 
temperature, wherein the reference resistor and the flow- 
sensing resistor both are formed of a single non-platinum 
resistive material; and an electrical circuit in electrical 
communication with the reference resistor and the flow-sensing 
30 resistor. 

The present invention is still further directed to 
an airflow meter that includes an insulating substrate; a 
first resistor formed on the insulating substrate that has a 
35 first resistance, the first resistor is maintained at ambient 
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temperature; a second resistor formed on the insulating 
substrate that has a second resistance, the second resistance 
is maintained at a temperature higher than the ambient 
temperature, while the first resistance is at least 15 times 
5 the value of the second resistance; and an electrical circuit 
for comparing the second resistance to the first resistance. 



In the airflow meter, the insulating substrate may 
be formed of a ceramic material. The first resistor may be 

10 formed in a serpentine configuration, or in a serpentine 
configuration that has an aspect ratio (length/width of 
resistor) of at least 2. The first and second resistors may 
be formed in a thickness between about 2 /urn. and about 30 [im, 
and may be formed of a non-platinum containing resistive 

15 material. 



The present invention is still further directed to a 
method for fabricating a gaseous flow sensor that can be 
carried out by the operating steps of first thick film 

20 printing a reference resistor from a non-platinum containing 
paste; thick film printing a flow-sensing resistor from a non- 
platinum containing paste; forming a circuit for providing 
electrical communication between the reference resistor and 
the flow-sensing resistor and for determining a differential 

25 resistance therein-between . 



The method for fabricating a gaseous flow sensor may 
further include the step of forming the reference resistor and 
the flow sensor resistor in the same thick film printing 
30 process. The method may further include the step of forming 
the reference resistor with a resistance that is at least 15 
times the resistance of the flow-sensing resistor. The method 
may further include the step of thick film printing the 
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reference resistor and the flow-sensing resistor to a 
thickness between about 4 and about 50 jjm, or the step of 

firing the reference resistor and the flow-sensing resistor 
after the thick film printing step. 



BRIEF DESCRIPTION OF THE DRAWINGS 
These and other objects, features and advantages of 
the present invention will become apparent from the following 
10 detailed description and the appended drawings in which: 

Figure 1 is a perspective view of a present 
invention mass airflow sensor equipped with non-platinum 
sensing elements fabricated by a thick film printing 
15 technique. 
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Figure 2A is a plan view of a present invention non- 
platinum sensing element that is heated and used as a flow- 
sensing element. 

Figure 2B is a plan view of a present invention 
sensing element that is not heated and used as a reference 
resistor . 



25 Figure 3 is an x-ray diffraction spectrograph of a 

ruthenate-based paste material utilized in the present 
invention method for forming the sensing elements. 



Figure 4 is a graph illustrating the dependencies of 
30 the temperature coefficient of resistance values on 
temperatures in a range between -40°C and 350°C for various 
paste materials and for platinum resistors. 



Figure 5 is a graph illustrating the dependency of 
35 residuals on temperatures for various non-platinum paste 
materials and for a platinum material. 
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Figure 
resistances on 
materials and for 



6 is a graph illustrating the dependency of 
temperatures for two non-platinum paste 
a platinum material. 



5 Figure 7 is a circuit diagram illustrating an 

electrical circuit incorporating the present invention 
reference resistor (R c ) and flow-sensing resistor (R H ) - 

10 DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENT 

The present invention discloses a gaseous flow 
sensor that is constructed of an insulating substrate, a 
reference resistor and a flow-sensing resistor formed on the 
substrate, and an electrical circuit connected to the 

15 reference resistor and the flow-sensing resistor for 
determining a gas flow rate through the sensor. 

The reference resistor and the flow-sensing resistor 
of the present invention are formed of a non-platinum 

20 resistive material, such as a ruthenate-based paste material. 
The non-platinum resistive material in a paste form can be 
advantageously processed by a low cost, thick film printing 
technique into sensing elements. These ruthenate-based paste 
materials can be obtained at substantially lower cost than 

25 platinum used in the conventional airflow sensors. Another 
advantage made possible by the present invention method is 
that various sensing elements can be fabricated in the same 
thick film printing step and thus achieving a significantly 
improved consistency in the resistance values, or in the 

30 temperature coefficient of resistance values. This is 

important in that a pair of sensing elements, i.e. a reference 
resistor and a flow-sensing resistor, may be used in an 
airflow sensor with great accuracy when the two sensing 
elements have very close TCR values, for instance, when the 

35 difference in the resistances of the two sensing elements is 
significantly less than 0.1 ohm. 
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The non-platinum resistive material utilized in the 
present invention may include an oxide of Pb, Ru, Si and Bi . 
Several commercially available materials, particularly two 
ruthenate-based paste materials of Dupont™ 5091D and 5092D 
5 have TCR values of about 3800 ppm/°C and about 3310 ppm/°C, 
respectively. Another suitable non-platinum resistive 

material is Ferro™ FX 85-074 which has a slightly lower TCR 
value of about 2880 ppm/°C, and which is a Ru0 2 based paste 
material. It is believed that the high TCR values of the 
10 Dupont™ materials is contributed by the air-stable oxides 
embedded in a glassy matrix containing copper and zirconium 
oxides . 

Referring initially to Figure 1, wherein a gaseous 
15 flow sensor 30 is shown under the present invention. A flow- 
sensing element 32, which is heated, and a reference element 
34, which is not heated and is maintained at ambient 
temperature, are each mounted on supporting wires 36. The 
supporting wires 36 may be fabricated of an electrically 
20 conductive material, or an electrically conductive material 
covered by an insulating coating layer so that electrical 
communications can be established with the sensing elements 38 
and 40, respectively. 

25 A plan view of the flow-sensing element 38 and a 

plane view of the reference element 40 are shown in Figures 2A 
and 2B, respectively. It should be noted that the pattern of 
the reference element 40, or the reference resistor, is shown 
differently in Figure 2B which may be designed to suit any 

30 particular application that requires a specific resistance 
value. For the flow-sensing element 38, which is normally 
heated, an aspect ratio of length/width (or L/W) may be 
selected in the range between about 1.4 and about 2. A higher 
aspect ratio for the reference element 40, i.e. of about 20 or 

35 higher is normally used. 
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In the preferred embodiment, where Dupont™ 5091D 
paste material is used in forming the flow-sensing element and 
the reference element, a suitable resistance value for the 
flow-sensing element, or the heated element, 38 which has a 
5 geometry of about 2 square, is about 20 ohms/sq, while a 
suitable resistance value for the reference resistor, or the 
cold resistor, 40 which has a geometry of about 40 square, may 
be about 440 ohms/sq. In other words, a suitable ratio of the 
resistance values between the cold resistor and the hot 
10 resistor is about 22:1, even though any suitable resistance 
ratio of larger than 10:1 may be utilized in the present 
invention novel gaseous flow sensor. 

Figures 2A and 2B further illustrate electrical 
15 conductors 42 and 44 for providing electrical communication to 
the flow-sensing element 38 and to the reference element 40, 
respectively . 

A suitable low cost method for forming the sensing 
20 elements, i.e. either the flow-sensing element 38 or the 
reference element 40, is by a thick film printing technique. 
In the preferred embodiment, a Dupont™ 5091D material is 
utilized in the thick film printing technique. The material 
has a screen mesh density of 325 in. -1 , an emulsion thickness 
25 of 0.3 X 10~ 3 in. and a printed thickness between about 19 /urn 
and about 24 fj,m which results in a fired thickness between 
about 13 Aim and about 15 /um. Chemical analysis indicates that 
the Dupont™ 5091D paste material is a Ru-based pyrochlore 
which is intermediate between Pb2Ru20s and Bi 2 Ru 2 0 7 ; zircon 
30 (ZrSi0 4 ) ; and cuprite (Cu 2 0) . A spectrograph obtained by an x- 
ray diffraction spectrometer on the Dupont™ 5091D paste 
material is shown in Figure 3, illustrating the three major 
components of Pb 2 Ru 2 0 6 , ZrSi0 4 and Cu 2 0 of the composition. 
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The temperature coefficient of resistance values 
were determined in a temperature range between -40°C and 350°C 
in a temperature controlled chamber. In the measurements, 
printed ceramic boards were edge-mounted in a convection 
5 airflow chamber and the temperature was held in sequence at 
various temperature settings. The dependency of TCR values in 
ppm/°C on the test temperatures is shown in Figure 4 
indicating that the Dupont™ 5091D paste material exhibits the 
same dependency as the conventional platinum coated sensing 
10 elements for mass airflow sensors. The data proves that the 
Dupont™ 5091D paste material is a suitable substitute for the 
conventional platinum material as far as the TCR values are 
concerned . 

15 A comparison of residuals (in units of ohm) for 

linear and quadratic fits of the resistance vs . temperature 
data for Dupont™ 5091D (formed in a serpentine pattern) and 
for platinum coated elements is shown in Figure 5. It is seen 
that the quadratic fit provides a significantly better 

20 correlation than the linear fit. For instance, the residual 
errors of the linear fitting of the platinum samples are about 
2 ohms, while the errors of the quadratic fit residuals of the 
same platinum samples are less than 0.4 ohms. 

25 Figure 6 shows various plots of resistance vs . 

temperature curves for three different materials used for the 
sensing elements, i.e. a platinum material, a Dupont™ 5091D 
material, and a Ferro™ FX 85-074 material. It is seen that 
the Dupont™ 5091D material (represented by the center line) 

30 illustrates the same temperature dependency as the 
conventional platinum material, which confirms that the 
Dupont™ 5091D material is a suitable substitute for the 
conventional platinum resistive material. 
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An industrial application of the present invention 
novel sensing elements utilized in a gaseous flow sensor can 
be illustrated in Figure 7, which shows a schematic diagram 
for utilizing the present invention gaseous flow sensor. The 
5 mass airflow sensor circuit 10 includes a sensor 12, an 
amplifier 14 and a gain-offset configuration 16. The sensor 
12 generally includes a balanced bridge configuration 18, such 
as a Wheatstone bridge or other similar configurations that is 
well-known in the art. The bridge 18 is comprised of primary 
10 and secondary sensing elements 22 (R H or the hot resistor) and 
24 (R c or the cold resistor) . The hot resistor {or the flow- 
sensing resistor) 22 and the cold resistor (or the reference 
resistor) 24 are suspended in a rigid housing of the mass 
airflow sensor. 

15 

To accurately measure airflow, the flow-sensing 
resistor 22 and the reference resistor 24 must have positive 
TCR's, i.e. the resistances of the flow-sensing resistor 22 
and the reference resistor 24 increase as the temperature 

20 increases. As shown in Figure 7, bridge 18 also includes a 
thick film resistor 26 which is electrically connected to the 
reference resistor 24 to form a combination element 28. The 
thick film resistor 26 is preferably connected in-series with 
the reference resistor 24. The thick film resistor 26 must 

25 have a substantially zero TCR, thus the resistance of the 
thick film resistor 26 must not be substantially altered by 
changes in temperature. 

The present invention novel sensing elements for use 
30 in gaseous flow sensors, in contrast to the conventional 
sensing technology of platinum spiral wound pattern on a 
ceramic bobbin, presents the following major advantages. 
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Firstly, the paired sensing elements can be closely 
matched by thick film printing at the same time. Secondly, 
the present invention sensing elements provide the most 
exacting resistor values vs. time for different layout designs 
5 and trimming strategies. Thirdly, the thick film sensing 
elements provide considerable cost savings. Fourthly, the 
thick film sensing elements allow a planar geometry which, in 
turn, provides substantial benefits over cylindrical 
geometries such as that used in sensing reversed flow. 

10 Fifthly, the reliability of a thick film printing method 
enhances the reliability of the sensing devices fabricated, 
especially when used in underhood applications. Sixthly, the 
thick film printed sensing elements of the present invention 
are laser trimmable as ganged elements before singulation, and 

15 therefore require less fixturing for trimming and less sensor 
calibration flow adjustments after being assembled into a mass 
airflow sensor unit. 

The present invention gaseous flow sensor utilizing 
20 sensing elements fabricated of non-platinum resistive 
materials by a thick film printing technique and a method for 
such fabrication have therefore been amply described in the 
above description, and in the appended drawings of Figures 
1-7 . 

25 

While the present invention has been described in an 
illustrative manner, it should be understood that the 
terminology used is intended to be in a nature of words of 
description rather than of limitation. 

30 

Furthermore, while the present invention has been 
described in terms of a preferred embodiment, it is to be 
appreciated that those skilled in the art will readily apply 
these teachings to other possible variations of the invention. 

35 
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What Is Claimed Is: 

1. A gaseous flow sensor comprising: 

a substrate formed of an electrically insulating 
5 material; 

a reference resistor formed on said substrate and 
disposed in said gaseous flow at an ambient temperature 
without heating; 

a flow-sensing resistor formed on said substrate and 
10 disposed in said gaseous flow heated to a temperature higher 
than said ambient temperature, wherein said reference resistor 
and said flow-sensing resistor are formed of a non-platinum 
resistive material; and 

an electrical circuit in electrical communication with 
15 said reference resistor and said flow-sensing resistor. 

2. A gaseous flow sensor according to claim 1, wherein 
said non-platinum resistive material comprises an oxide 

20 composition of Pb, Ru, Si and Bi . 

3. A gaseous flow sensor according to claim 1, wherein 
said reference resistor has an electrical resistance at least 

25 15 times the electrical resistance of said flow-sensing 
resistor . 

4. A gaseous flow sensor according to claim 1, wherein 
30 said reference resistor and said flow-sensing resistor each 

has a thickness between about 2 jam and about 30 jam. 
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5. A gaseous flow sensor according to claim 1, wherein 
said reference resistor and said flow-sensing resistor each 

has a thickness preferably between about 5 um and about 20 \xax. 

6. A gaseous flow sensor according to claim 1, wherein 
said reference resistor is formed in a serpentine 
configuration . 

7. A gaseous flow sensor according to claim 1, wherein 
said reference resistor is formed in a serpentine 
configuration having vertical portions connected by horizontal 
portions with an aspect ratio of length/width of the resistor 
being at least 2 . 

8. A gaseous flow sensor according to claim 1, wherein 
said electrical circuit maintains a target temperature 
differential between said reference resistor and said flow- 
sensing resistor by controlling an electrical current flowing 
to said flow-sensing resistor. 

9. A gaseous flow sensor according to claim 1, wherein 
said reference resistor is formed in a spiral configuration. 
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10. A gaseous flow sensor comprising: 

a substrate formed of an electrically insulating 
material; 

a reference resistor formed on said substrate and 
5 disposed in said gaseous flow at an ambient temperature 
without heating; 

a flow-sensing resistor formed on said substrate and 
disposed in said gaseous flow heated to a temperature higher 
than said ambient temperature, wherein said reference resistor 
10 and said flow-sensing resistor both are formed of a single 
non-platinum resistive material; and 

an electrical circuit in electrical communication with 
said reference resistor and said flow-sensing resistor. 

15 

11. An airflow meter comprising: 
an insulating substrate; 

a first resistor formed on said insulating substrate 
having a first resistance, said first resistor being 
20 maintained at ambient temperature; 

a second resistor formed on said insulating substrate 
having a second resistance, said second resistor being 
maintained at a temperature higher than said ambient 
temperature, said first resistance being at least 15 times the 
25 value of said second resistance; and 

an electrical circuit for comparing said second 
resistance to said first resistance. 

30 12. An airflow meter according to claim 10, wherein said 

insulating substrate is formed of a ceramic material. 

13. An airflow meter according to claim 10, wherein said 
35 first resistor is formed in a serpentine configuration. 
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14. An airflow meter according to claim 10, wherein said 
first resistor being formed in a serpentine configuration 
having an aspect ratio (length/width of resistor) of at least 
2 . 

5 

15. An airflow meter according to claim 10, wherein said 
first and second resistors are formed with a thickness between 
about 2 fxm and about 30 |am. 

10 

16. An airflow meter according to claim 10, wherein said 
first and second resistors are formed of a non-platinum 
containing resistive material. 

15 

17 . A method for fabricating a gaseous flow sensor 
comprising the steps of: 

thick film printing a reference resistor from a non- 
20 platinum containing paste; 

thick film printing a flow-sensing resistor from a non- 
platinum containing paste; 

forming a circuit for providing electrical communication 
between said reference resistor and said flow-sensing resistor 
25 and for determining a differential resistance therein between. 

18. A method for fabricating a gaseous flow sensor 
according to claim 17 further comprising the step of forming 

30 said reference resistor and said flow-sensing resistor in the 
same thick film printing process. 
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19. A method for fabricating a gaseous flow sensor 
according to claim 17 further comprising the step of forming 
said reference resistor with a resistance that is at least 15 
times the resistance of said flow-sensing resistor. 

20. A method for fabricating a gaseous flow sensor 
according to claim 17 further comprising the step of thick 
film printing said reference resistor and said flow-sensing 
resistor to a thickness between about 4 jjm and about 50 (jm. 

21. A method for fabricating a gaseous flow sensor 
according to claim 17 further comprising the step of firing 
said reference resistor and said flow-sensing resistor after 
said thick film printing step. 
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ABSTRACT OF THE INVENTION 
A gaseous flow sensor that utilizes non-platinum 
resistive sensing elements and a method for fabricating such 
sensor are disclosed. The gaseous flow sensor is constructed 
5 by an insulating substrate; a reference resistor formed on the 
substrate and disposed in the gaseous flow at an ambient 
temperature without heating; a flow-sensing resistor formed on 
the substrate disposed in the gaseous flow that is heated to a 
temperature higher than the ambient temperature; and an 
10 electrical circuit in electrical communication with the 
reference resistor and the flow-sensing resistor for feeding a 
current into the flow-sensing resistor in order to keep the 
two resistors at the same temperature during the operation of 
the gaseous flow sensor. 

15 
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DECLARATION AND POWER OF ATTORNEY - ORIGINAL APPLICATION 



Attorney's Docket No. 
200-1136 



As a below named inventor, I hereby declare: 

My residence, post office address and citizenship are as stated below next to my name; 

I verily believe I am the original, first and sole inventor or an original, first and joint inventor of the subject matter that is claimed and 
for which a patent is sought on the invention entitled 

FLOW-SENSING DEVICE AND METHOD FOR FABRICATION 

the specification of which is attached hereto. 

I have reviewed and understand the contents of the specification identified above, including the claims. 

I acknowledge my duty to disclose information of which I am aware that is material to the examination of this application in 
accordance with Section 1.56(a), Title 37 of the Code of Federal Regulations; and 

as to application for patents or inventor's certificate on the invention filed in any country foreign to the United States of America, 
prior to this application by me or my legal representatives or assigns, 

[ x ] no such applications have been filed, or 
[ ] such applications have been filed as follows 



COUNTRY 



APPLICATION NO. 



DATE OF FILING 

(month, day, year) 



DATE OF ISSUE 

(month, day, year) 



PRIORITY CLAIMED 
UNDER 35 USC 119 



; 3 hereby claim the benefit under 35 U.S.C. § 120 of any United States application(s) or § 365(c) of any PCT International 
i ^application designating the United States, fisted below and, insofar as the subject matter of each of the claims of this application is 
\ inot disclosed in the prior United States or PCT International application in the manner provided by the first paragraph of 35 U.S.C. 
; 3§ 1 12, 1 acknowledge the duty to disclose information which is material to patentability as defined in 37 CFR § 1 .56 which became 
"available between the filing date of the prior application and the national or PCT international filing date of this application. 



{Application Number) (Filing Date) (Status - patented, pending, abandoned) 



(Application Number) (Filing Date) (Status - patented, pending, abandoned) 



POWER OF ATTORNEY: As a named inventor, i hereby appoint the following attorney(s) and/or agent(s) to prosecute this 
application and transact all business in the United States Patent and Trademark Office connected therewith and to act on my 
behalf before the competent International Authorities in connection with any and all International applications filed by me. 
(List name and registration number) 



Randy W.Tung -31,311 
Jerome R. Drouillard - 26,008 
Allan J. Lippa - 32,258 
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Address all correspondence and telephone calls to: " " 

Randy W. Tung 

Tung & Associates 

838 West Long Lake Road, Suite 120 

Bloomfield Hills, Ml 48302 Phone: 248-540-4040 

I hereby declare that all statements made herein of my own knowledge are true and that all statements made on information and belief are 
believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so made are 
punishable by fine or imprisonment, or both, under Section 1 001 of Title 1 8 of the United States Code, and that such willful false statements may 
jeopardize the validity of the application or any patent issuing thereon. 



NAME AND POST OFFICE 
ADDRESS OF INVENTOR: 

Gary Mark Crosbie 
1430 Culver Ave. 
Dearborn, Mi 48124-5018 
US 

Russell James Haeberle 
,14965 Robinwood 
flymouth Ml 48170 US 

f?andal] Roy Hume 
$05 Cassandra Drive 
ibhalfont, PA 18914 US 



RESIDENCE 



Dearborn, Ml 48124-5018 
US 



Plymouth Ml 48170 
US 



Chalfont, PA 18914 
US 



CITIZENSHIP 



U.S.A 



U.S.A 



SIGNATURE 



U.S.A 



DATE 
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Address all correspondence and telephone calls to: 

Randy W. Tung 

Tung & Associates 

838 West Long Lake Road, Suite 120 

Bloomfield Hdla, Ml 48302 Phone: 248-540-4040 

i hereby declare that an statements made herein of my own knowJedge are true and that aU statements made on information and belief are 
believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so made are 
punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code, and that such willful false statements may 
jeopardize the validity of the application or any patent issuing thereon. 



NAME AND POST OFFICE 
ADDRESS OF INVENTOR: 

Gary Mark Crosbie 
1430 Culver Ave. 
Dearborn, Ml 48124-5018 
US 

Russelt James Haeberie 
14965 Robinwood 
Plymouth Ml 48170 US 

Randall Roy Hume 
205 Cassandra Drive 
Chalfont, PA 18914 US 



RESIDENCE 



Dearborn, Ml 48124-5018 
US 



Plymouth Ml 48170 
US 



Chalfont, PA 18914 
US 



CITIZENSHIP 



U.S.A 



SIGNATURE 



U.S.A 



U.SA 




DATE 
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Address all correspondence and telephone calls to: 








Randy W. Tung 

Tung & Associates 

838 West Long Lake Road, Suite 120 

Bjoomfleld Hills, Ml 48302 Phone; 248-540-4040 








I hereby declare that ail statements made herein of my own knowledge are true and that all statements mad* on Information and belief are believed to be 
true; and further that these statements ware made with the knowledge that willful tale* statements end the like so made are punishable by fine or 
Imprisonment, or both, under Section 1001 of Tide 1 8 of the United States Code, and that such willful false statements may jeopardize the validity of the 
application or any patent issuing thereon. 


NAME AND POST OFFICE 
ADDRESS OF INVENTOR: 


RESIDENCE 


CITIZENSHIP 


SIGNATURE 


DATE 


Gary Mark Crosbie 
1430 Culver Ave. 
Dearborn, Ml 48124-5018 
US 

Russell James Haeberie 
149Q5 Robinwood 
Plymouth Ml 48170 US 


Dearborn, Ml 48124-5018 
US 


U.S. A 






Plymouth Ml 48170 
US 


U.S.A 














Randall Roy Hume 
205 Cassandra Drive 
Chalfont, PA 18914 US 


Chalfont, PA 18914 
US 


U.S.A 
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